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Description 
TECHNICAL FIELD 

6 [0001] The present invention relates to a marking composition for forming a clear-cut mark on the surface of a molded 
article by laser beam irradiatkni. and a laser marking method using such a composition. 

BACKGROUND ART 

10 [0002] Recently, as means for marking letters and signs such as marker's name, product name, date of production, 
lot number, etc., on the surfaces of various commercial products, for example, electronk; parts such as IC's, resistors, 

condensors, inductors, etc., electrical parts such as relays, switches, connectors, printed circuit boards, etc., housings 
of the electrical devices, automobile parts, machine parts, cables, sheets, packaging sheets, cards, labels, various 
containers of foods and medicines, caps of containers, etc., the printing method using a marking ink has been employed 
15 popularly. This method, however, has involved the problems such as requiring a long time for completing the process 
from printing to drying of the ink. difficulty in marking on a small part, complexity for maintenance and management of 
print quality, high cost, etc., and improvements on these matters have been required. 

[0003] For more rational and efficient marking, there has been deviced and practically used a laser marking method 
in which laser beams are directly applied to the surface of an object to be marked, such as a machine part, so as to 

20 etch a part of the object surface by means of thermal decomposition or vaporization to thereby accomplish desired 
marking. However, this marking method still has the problems such as inability to form a clear-cut mark on an object 
made of a certain type of material and difficulty in giving a vivid mark on a tinted object. Thus, this conventional marking 
technique can not adapt itself to all types of material that may be used for the commercial products. 
[0004] As a solution to the above problems, a method has been proposed in which an ultraviolet curing resin, which 

25 Is capable of laser marking, is coated on the surface of an object to be marked, such as an electronic or electric part, 
housing, package, etc.. and after the resin coating has been cured, laser beams are applied thereto to thereby effect 
desired marking by etching the resin. This method has the advantage that the whole process can be completed in a 
short time, that it allows marking on a small article, and that the marks formed are of high quality. However, this method 
also has the disadvantage in that in case a commercial ultraviolet curing resin is used, the formed mark may be effaced 

30 due to, for instance, adhesion of an oil when the object to be marked is of a specific type. Further, in case the ink used 
was of the type which develops a color, especially a black color on laser irradiation, a compound containing a heavy 
metal such as lead has been employed as color former, but use of such compound involves the problem of environ- 
mental pollution by the heavy metal contained in the compound and the problem of unclear marking. As a compound 
capable of forming a black color without using a heavy metal that may cause environmental pollution, a system com- 

36 prising a leuco dye, whk;h is known as a useful nr^terial for thermal recording, and a cobr developer appears useful, 
but when a system comprising such leuco dye and color devebper is applied to an ultraviolet curing resin, there arises 
the problem that the color is developed gradually even with no laser beams being applied (this phenomenon is here- 
inafter referred to as discok>ratton of the ground). 

40 DISCLOSURE OF INVENTION 

[0005] The present inventors have made researches on a laser marking composition containing an ultraviolet curing 

resin, which composition is capable of suppressing or minimizing discoloration of the ground even when incorporated 
with a system comprising a leuco dye and a color developer, and can develop a vivid black color and form a mark with 
45 excellent color fastness. As a result, it was found that a marking composition which meets said requirements can be 
obtained by using a leuco dye with low solubility in toluene, particularly a solubility below 5 w/v% at 25°C. and a color 
developer which is also low in solubility in toluene. The present invention has been attained on the basis of this finding. 
[0006] The present invention is also envisaged to provide a laser marking method according to which it is possible 
to form a clear-cut mark by using said marking composition. 

so 

BEST f\^ODE FOR CARRYING OUT THE INVENTION 

[0007] Specifically, the present invention schemes to provide: 

ss (1) A marking composition comprising a resin curable with rays of energy (hereinafter referred to as energy ray 

curing resin), a leuco dye with low solubility in toluene and a color developer. 

(2) A marking composition as set forth in (1) above, wherein the energy ray curing resin is an ultraviolet curing resin. 

(3) A marking composition as set forth in (1) above, wherein the leuco dye with low solubility in toluene is one 
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whose solubility in toluene at 25''C is 5 w/v% or below. 

(4) A marking composition as set forth in (1 ) or (3) above, wherein the leuco dye is a fluoran compound represented 
by the formula (1): 




wherein and Rg are methyl or ethyl group; X is fluorine or chlorine; and n is an Integer of 0 to 2. 

(5) A marking composition as set forth in (l) or (3) above, wherein the leuco dye is 2,2-bis(4-(6'-(N-cyclohexyl-N- 
methylamino)-3'-methylspiro(phthaIide-3,9'-xanthene)-2'-ylamino)phenyl)propane. 

(6) A marking composition as set forth in (1 ) above, wherein the color developer is one with low solubility in toluene. 

(7) A marking composition as set forth In (6) above, wherein the color developer with low solubility In toluene Is 
one whose solubility in toluene at BB'C Is 10,000 ppm or bebw. 

(8) A marking composition as set forth in (7) above, wherein the color developer whose solubility in toluene at 
65° C is 1 0,000 ppm or below is a sulphonylphenol type color developer, a methylenebisphenol type color developer 

or a phenol polymer. 

(9) A marking composition as set forth in (7) above, wherein the color developer whose solubility in toluene at 
65*'C is 10,000 ppm or below is a 4.4'-sulphonyldiphenol type color developer having a substituent or a phenol 
polymer. 

(10) A marking composition as set forth in (9) above, wherein the substituent of the 4,4'-sutphonyldiphenol type 
color developer having a substituent Is aikyi, halogen atom or allyl. 

(11) A marking composition as set forth in (1) above, wherein the color devebper is one with low solubility in 
toluene, with solubility in water at 25'C being 3 ppm or below. 

(12) A marking composition as set forth in (11 ) above, wherein the color developer with tow solubility in toluene, 
with solubility in water at 25'*C being 3 ppm or below is 2,2',6,6'-tetramethy}-4,4'-sulphonyldiphenol. 2,2',6,6'-tetra- 
bromo-4,4'-su]phonytdiphenol or a phenol polymer. 

(13) A marking composition as set forth in (12) above, wherein the phenol polymer is a poly-p-vinylphenol. 

(14) A marking composition containing at least one of ultraviolet curing resin, leuco dye set forth in (4) above and 
color developer set forth in (12) above. 

(15) A marking composition containing at least one of ultraviolet curing resin, leuco dye set forth in (5) above and 
color developer set forth in (12) above. 

(16) A laser marking method characterized in that laser beams are applied to the cured coating layer of a marking 
composition set forth in (1), (14) or (15) above, which has been coated on the surface of an article to be marked. 

(17) A laser marking method as set forth in (16) above, wherein the article is a bottle, cap. card, label or can. 

(18) A color-developing composition containing a leuco dye and a color developer, wherein the color developer is 
2,2*,6,6'-tetramethyl-4,4'-sulphonykJiphenol, 2,2',6,6'-tetrabromo-4,4'-sulphonyldiphenol or a poly-p-vinylphenol. 

[0008] The energy ray curing resin used in this invention may be of any type as far as it can be cured with energy 
rays such as infrared rays, visible light rays, ultraviolet rays, electron beam, etc., preferably with ultraviolet rays. Typical 
examples of such resins are radical polymerization type resins and cationic polymerization type resins, the former type 
being preferred. 

[0009] The radical polymerization type resins usable in this invention include various types of acrylate monomers 
and oligomers such as polyether type, unsaturated polyester type, epoxy type, urethane type, polybutadiene type, 
polyacetal type and polyester/urethane type acrylate monomers and oligomers. Examples of the acrylate monomers 
include trimethylolpropanetriacrylate, dipentaerythritol pentacrylate, trimethylolpropane ethoxytriacryiate, trimethylol- 
propane propoxytriacrylate, tripropylene glycol ethoxydiacrylate. neopentyl glycol alkoxydiacrylate, neopentyl glycol 
pfopoxydiacrylate, tripropylene glycol diacrylate, polyethylene glycol diacrylate, bisphenol A ethoxydiacrylate, bisphe- 
nol Apropoxydiacrylate,1,6-hexanediol diacrylate. 1.4-butanediol diacrylate, stearyl acrylate, phenolethoxy monoacr- 
ylate, nonylphenol ethoxymonoacrylate, 2-phenoxyethyl acrylate, monomethoxytripropylene glycol monoacrylate. 
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monomethoxyneopentyl glycol propoxymonoacrylate, monomethoxytrimethylolpropane ethoxydiacfylate, dicyclopen- 
tenyloxyelhyl acrylate, and dicyclopentenyl acrylate. Examples of the acrylate oligomers are epoxy acrylate oligomers 
such as epoxylated soybean oil acrylates, acrylates having various types of bisphenol A epoxy resins as base, epox- 
ytated linseed oil acrylates and modified bisphenol A diacrylates; polyester acrylate oligomers such as the reaction 
5 products of acrylic acid and polyesters having as base a dibasic acid and an aliphatic diol, such as represented by the 
following formula (3): 



HjC = CHCO-(CH2)-[OC(CH2)4CO-(CH2) ]„OCCH ^CHj (3) 

I II i 

0 0 0 0 

IS 

and aliphatic or aromatic urethane acrylates obtained from the reaction between aliphatic or aromatic isocyanates and 
a polyol or polyester, such as represented by the following formula (4): 



20 

CHj CH3 
/ O I 

/ \ I / 

( O /—NHCOO ( CH ( CH3 ) CH2O ] ^-C -NH— ( Q 



NHCOOCH2CH2OOCCH - CH2 H2C = CHCOOCH2CH2OOCNH 

30 

[0010] The cationic polymerization type resins usable in the present invention include various types of aliphatic, 
alicyclic and aromatic epoxy resins, but acrylates of monohydric and polyhydric alcohols, epoxy resin type acrylates, 
urethane type acrylate monomers and oligomers thereof are preferred. 

[0011] in preparation of the marking composition of the present invention, it is preferable to use a photo-initiator for 
3S curing the resin. There can be used the known photo-initiators such as thioxanethone t^e, anthraquinone type, ace- 
tophenone type, benzoin ether type and benzophenone type for the radicalpolymerization resins and the known photo- 
initiators such as aromatic diazonium salts, aromatic halonium salts, aromatic sutfonium salts and metalkx;ene com- 
pounds for the cationic polymerization resins. These photo-initiators may be used either singly or as a mixture of two 
or more of them. In case a cationic polymerization type resin is used as the energy ray curing resin, the composition 
40 comprising such a resin is heated at a temperature in the range of preferably 80**C to MO^C, more preferably lOO'C 
to 150°C for effecting perfect curing of the resin. The heating time is variable depending on the temperature used, but 
it Is usually 5 to 30 minutes. 

[0012] The leuco dye used in this invention is preferably one with low solubility in toluene. Examples of such leuco 
dyes are those represented by the formula (1 ) and 2,2-bis(4-(6'-(N-cyclohexyl-N-methylamino)-3'-methylspiro(phthal- 

4S ide-3,9'-xanethene)-2'-ylamino)-phenyl)propane {Papirol SD-1 20 produced by Showa Denko KK; solubility in toluene 
at 25"C: 0.055 wA/%). Examples 0I the leuco dyes represented by the formula (1) include 3-diethylamino-7-o-fluoro- 
anilinofluoran, 3-dimethylamino-7-o-fluoroanilinofluoran, 3-diethylamino-7-p-fluoroanilinofluoran, 3-dimethylamino- 
7-p-fiuoroanilinofluoran, 3-diethylamino-7-o-chloroanilinofluoran, 3-dieUiylamino-7-p-chloroanilinofluoran. 3-diethyl- 
amino-7-p-chloro-o-fluoroanilinofluoran, 3-dimethylamino-7-p-fluoro-o-chloroanillnofluoran, and 3-diethylamino-7-2', 

so 4'-dichloroanillnofluoran. Of these leuco dyes, 3-diethyl-7-o-fluoroanilinofluoran (solubility in toluene at 25'C: 1 .14 w/ 
v%), 3-dimethylamtno-7-o-fluoroanilinofiuoran, 3-dfethylamino-7-o-chloroanilinofluoran and 3-diethylamino-7-p-chlo- 
roanilinofluoran are especially preferred. It is desirable to select a leuco dye whose solubility in toluene at 25''C is 
below 5 wA/% (weightA/olume %, hereinafter the same), more preferably below 3 w/v%, even more preferably below 
2 wN%. These fluoran compounds are also k>w in solubility In energy ray curing resins, and this is considered conducive 

ss to prevention of discoloration of the ground. It the amount of the leuco dye used is too small, it is impossible to obtain 
a clear-cut mark. If this dye is used In an excess amount, no further betterment of clearness of the mark formed is 
provided, resulting in poor economy. It is therefore recommended to use a leuco dye in an amount of about 5 to 50 
wt%, preferably about 7 to 45 wt% based on the energy ray curing resin. 




(4) 
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[0013] The color developers usable in the present invention include sulfonylphenot type color developers such as 
4,4'-sulfonyldiphenol (insoluble in toluene; solubility in water at 25°C: 1 ,000 ppm), bis(3-allyl-4-hydroxyphenyl)suIfone 
(insoluble in toluene; solubility in water at 25<*C: 5 ppm), 2,2',6,6'-tetranriethyl-4,4'-sulfonyldlphenol (insoluble in toluene 
and water), 2,2',6,6'-tetrabromo-4,4'-sulfonyldlphenol- (insoluble in toluene and water) and 4-(4'-isopropoxyphenyl) 

5 sulfonylphenol (solubility in toluene at 65*C: 2,000 ppm; solubility In water at 25"C : 1,980 ppm); methylenebisphenol 
type color developers such as 4,4'-isopropylidenediphenol (solubility In toluene at 65**C =7,000 ppm; solubility in water 
at 25'*C: 3,800 ppm), bis(p-hydroxyphenyl)methane and l,1-bis-(p-hydroxyphenyl)-cyclohexane; hydrocarbon-based 
monophenol type color developers such as p-octylphenol and p-phenylphenol; and phenolic aromatic carboxylic acid 
derivatives such as benzyl p-hydroxybenzoate. dimethyl 4-hydroxyphthalate, diethyl 5-hydroxyisophthalate, 3,5-ditert- 

10 butylsalicylic acid, salicylic acid and benzyl p-hydroxynaphthalenecarboxylate, and polyvalent metal salts of phenolic 
aromatic carboxylic acids. Sulfonylphenol type color developers are preferred, and 4,4'-sulfonyldiphenol type color 
developers having a substitutent(s) in the phenol nucleus are more preferred. The substituent(s) may be, for instance, 
a C1.5 alkyi group such as methyl, etc., a halogen atom such as bromium or an allyl group. The number of the substit- 
uents is 1 to 4, preferably 1 to 2, per one phenol nucleus, and such substituent is preferably at the ortho-posttion of 

IS the hydroxyl group of the phenol nucleus. 

[0014] The phenol polymers of the type insoluble in toluene and water are also usable as color developer in the 
present invention. Examples of such phenol polymers include p-vinylphenol homopolymers (MARUKA LYNCUR M, 
produced by Maruzen Sekiyu Kagaku KK), p-vinylphenol and 2-hydroxyethyl methacrylate copolymer (IWARUKA LYN- 
CUR CHM, produced by Maruzen Sekiyu kagaku KK), p-vinylphenol and methyl methacrylate copolymer (MARUKA 

20 LYNCUR CMM, produced by Maruzen Sekiyu Kagaku KK). bromide of poly-p-vinylpheni (MARUKA LYNCUR MB. 
produced by Maruzen Sekiyu Kagaku KK), p-vinylphenol and styrene copolymer (MARUKA LYNCUR CST, produced 
by Maruzen Sekiyu Kagaku KK), poty-p-vinylphenols such as p-vinylphenol and phenylmaleimide copolymer, p-vinyl- 
phenol and maleic acid copolymer and p-vinyiphenol and f umaric acid copolymer (these polymers are the products by 
Maruzen Sekiyu Kagaku KK), dicyclopentadiene and phenol copolymer, dicyclopentadiene and cresol copolymer, and 

2S dicyclopentadiene and diphenol copolymer. 

[0015] Of these color developers, those with low solubility in toluene are preferred. Specifically, the color developers 
whose solubility in toluene at SS'C is preferably below 10.000 ppm, more preferably below 5,000 ppm, even more 
preferably below 3,000 ppm, are suited for use in this Invention. In case the composition of this invention is applied to 
the articles which are required to have scratch resistance, such as the flexible articles like packaging sheets, or the 

30 articles which are subject to frictional contact with each other at the marked portions, use of a 4.4'-«ulfonyldiphenol 
type color developer having a substitutent or a phenol polymer type color developer is recommended. In case the 
composition Is applied to the articles which are required to have hot water resistance, such as the articles subjected 
to a hydrolhermal sterilization treatment like milk or other beverage packs, use of a color developer scarcely soluble 
in water (for example a color developer whose solubility in water at 25''C is below 3 ppm) is suggested. These color 

3S developers may be used either singly or as a combination of two or more of Vnem. In the present invention, the color 
developer is used in an amount of 30 to 300 vrt%, preferably 50 to 200 wt% based on the leuco dye. The most preferable 
color developers tor use in this invention are those which are scarcely soluble in toluene and water, for instance, phenol 
polymers such as 2,2',6,6'-tetramethyl-4,4'-sulfonyldiphenol. 2,2'-6,6'-tetrabromo-4,4'-sulfonyldiphenol and poly-p-vi- 
nylphenols. 

40 [0016] The laser marking composition of the present invention may contain other additives as required. Examples 
of such additives Include sensitizer for increasing color sensitivity, filler, colorant, dispersant, fluidity adjustor, releasing 
agent, flame retardant. lubricant, light stabilizer, antioxidant and other materials usually used for ultraviolet curing resin 

coating. 

[0017] The sensitizers usable in this invention include higher fatly acid amides such as stearic acid amide, animal 
4S waxes such as beeswax and shellac wax, vegetable waxes such as camauba wax, mineral waxes such as montan 
wax, paraffin waxes, petroleum waxes, higher fatty acid esters, chlorinated paraffin, synthetic paraffin, acetoacetic 
anilides, diphenylamines. carbazoles, fatty acid anilides, carboxylic acid esters such as dimethyl terephthalate and 
diphenyl terephthalate, sulfonic acid amides such as benzenesulfonic acid anilide, sulfonic acid esters such as phe- 
noxyethyl p-toluenesulf onate and phenyl benzenesulfonate, diphenylsulfones such as bis(4-allyloxyphenyl)sulfone and 
so bis-(4-pentylphenyl)sulfone, naphthol derivatives such as 1-benzyloxynaphthalene and 2-benzoyloxynaphthalene, 
urea derivatives such as N-stearylurea, and diketone compounds such as 4-acetylacethophenone and octadecane- 
2,17-dione. The sensitizer is used in an amount of usually 0.5 to 2 parts to one part of color developer. 
[0018] The fillers usable in this invention include inorganic fillers such as calcium carbonate, silica, alumina, mica, 
calcium silicate, clay, tak:, glass fiber, cartion fiber, etc., and organic fillers such as polyethylenes. polyamides, epoxy 
ss resins, guanamine resins, etc. As colorant, there can be used various types of organic pigments such as carbon black, 
phthalocyanine, monazo, disazo, quinacrtdone, anthraquinone, fiavanthrone, perinone, perylene, dioxazine, con- 
densed azo, azomethine, methine, etc., and inorganic pigments such as titanium oxide, lead sulfate, zinc oxide, iron 
black, chrome yellow, zinc yellow, chrome vermilion, red oxide, cobalt purple, ultramarine, prussian blue, chrome green. 
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cobalt green, etc. The filler Is used usually in such an amount that it will not exceed 80 w/w% of the overall solid content, 
while the colorant is used in such an amount that it will hold not more than 3 wA/% of the overall solid content. 
[0019] The marking composition of the present invention comprises a "teuco dye ink' prepared by mixing an ultraviolet 
curing resin, a leuco dye and, if necessary, other additives such as sensitizer, filler, colorant, dispersant, fluidity adjustor, 

s releasing agent, flame retardant, lubricant, light stabilizer, antioxidant, etc., by using a suitable stirring means, for 
example a three-roll ink mill, at a temperature of preferably 1 5 to 30°C, and a "color developing ink" prepared by mixing 
an ultraviolet curing resin, a color developer and, if necessary, other additives such as sensitizer, filler, colorant, dis- 
persant, fluidity adjustor, releasing agent, flame retardant, lubricant, light stabilizer, antioxidant, etc., by using a stirring 
means such as a three-roll ink mill at a temperature of preferably 5 to SO'C. The two inks are mixed uniformly when used. 

TO [0020] A preferred mode of carrying out the laser marking method according to the present invention is described 
below. The marking composition of this inventbn is coated on the substrate to be marked (usually the com|X>5ition is 
coated so that the coating thickness after drying will be 10 to lOO.^im), then the energy rays are applied to the coating 
for curing it.and after molding as desired, the laser beams such as carbon dioxide laser beams. YAG laser beams or 
excimer laser beams are applied to the surface of the coated substrate. Black marking with a vivid contrast is formed 

IS in the beam-applied area. The quantity of laser beams to be applied is 0.5 to 6J/cm2 in the case of pulse type carbon 
dioxide laser. The substrates that can be subjected to the above marking according to the present invention include 
plastic films made ol polyester such as polyethylene terephthate or polybutyJene terephthalate, vinylchloride, polyeth- 
ylene, polypropylene, etc., piastk: plates made of said materials or a resin such as acrylic resin or ABS resin, metal 
plates such as aluminum, iron, etc., and papers such as metallized paper, coated paper, synthetic paper, etc. 

20 [0021] The marking composition of the present invention can be used for marking the maker's name, contents, date 
of production, lot number, etc., on the surfaces of the sheets, packaging sheets, cards, labels, various types of con- 
tainers of foods, medicines, etc., such as bottles, metal-made cans, etc., caps of such containers and others. 

EXAMPLES 

2S 

[0022] The present invention will be further illustrated with reference to the examples, which examples, however, 
are merely intended to be illustrative and not to be construed as limiting the scope of the invention. The materials used 
in the following Examples and Comparative Examples are as listed below. 

30 A: epoxy acrylate (KAYARAD R-011 produced by Nippon Kayaku KK) 

B: triacrylate (KAYARAD TMPTA produced by Nippon Kayaku KK) 
C: monoacrylate (KAYARD 2-HEMA produced by Nippon Kayaku KK) 
D: 1-hydroxycyclohexyl phenyl ketone 
E: 2.4-diethytthioxanthone 
35 F: 2-ethylanthraquinone 

G: 1,4-dimethoxybenzene 

H: fluidity adjustor (goods name: Muda Flow, produced by Monsanto Chemcal Co.) 

I: diallyl phthalate resin 

J: 3,3-diethylamino-7-o-fluoroanilinofluoran (solubility in toluene at 25''C: 1.14 w/v%) 
40 K: 3,3-diethylamtno-7-o-chloroanilinofluoran (solubility in toluene at 25°C: 0.8 w/v7o) 

L: 3,3-dibutylamino-6-methyl-7-anilinofluoran (solubility in toluene at 25°C; 17.5 w/v%) 
M: 3,3-dibulylamino-7-o-ftuoroanilinoflucran (solubility in toluene at 25*C: 10.5 w/v%) 
N: bis(3-allyl-4-hydroxyphenyl)sutfone (insoluble in toluene; solubility in water at 25°C: 5 ppm) 
O; 4,4'-sutfonyldiphenol (insoluble in toluene; solubility in water at 25"'c: 1,000 ppm) 
4S p: 4,4'-isopropylidenediphenol (solubility in toluene at 65''C: 7,000 ppm; solubility in water at 25''C: 3,800 ppm) 

Q: 2,2',6,6'-tetramethyl-4,4'-sul1onyldiphenol (insoluble in toluene and water) 
R: 2.2', 6,6'-tetrabromo-4,4'-sultonyldiphenol (insoluble in toluene and water) 

S: bromide of poly-p-vinylphenol (MARUKA LYNCUR MB, produced by Maruzen Sekiyu Kagaku KK, insoluble in 
toluene and water; softening point: 210'*C) 
so T: 4-(4'-isopropoxyphenyl)sulfonylphenol (solubility in toluene at 65**C: 2,000 ppm; solubility in water at 25''C : 

1.980 ppm) 

U: 2,2-bis(4-(6'-(N-cyclohexyl-N-methylamino)-3'-methylspiro(phthalide-3,9'-xanthene)-2'-ylamino)-phenyl)pro- 
pane (solubility in toluene at 25°C: 0.055 wA/%). 

56 Examples 1 -1 1 and Comparative Examples 1 -2 

[0023] The materials (resins, color former or developer and additives) were uniformly mixed according to the formu- 
lations shown in Table 1 by using a three-roll mill to obtain (a) "leuco dye ink" and (b) 'color developing ink", and the 
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two inks were uniformly mixed at a ratio of 1 : l((a)/(b) = 1/2 in Example 3) to obtain the marking compositions of the 
present invention. In Comparative Examples 1 and 2, the marking compositions were obtained by using as color former 
a leuco dye not low in solubility in toluene. Each of the thus obtained marking compositions was coated on an iron 
plate by a bar coater so that the coating thickness after drying would become 20 nm. and then ultraviolet rays were 
s applied thereto from a high pressure mercury lamp to cure the composition, thus preparing a test piece. Laser be^ns 
were applied to this test piece by a pulse type carbon dioxide laser irradiator (BLAZAR 6000 mfd. by Laser Technics, 
Ltd.; energy density; 3 J/cm^). Clear-cut black marks were obtained in Examples 1-11, but no such clear-cut black 
mark could be obtained in Comparative Examples 1-2. The figures in Table 1 are parts by weight. 

10 Table 1 
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Performance Test Results 



[0024] Laser beams were applied to the test pieces obtained in Examples 1 -11 and Comparative Examples 1 -2 by 
using a pulse type carbon dioxide laser irradiator (BLAZAR 6000 mfd. by Laser Technics, Ltd.; energy density: 3 J/ 
cm2) to form a black mark on each test piece, and evaluation was made on 1 ) discoloration of the ground, 2) developed 
color density, 3} vividness, 4) scratch resistance, 5) water resistance, 6) hot water resistance and 7) plasticizer resist- 
ance of each test piece. The test results are shown in Table 2. 
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Table 2 
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1.29 
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0.53 


1.30 


X 


o 


1.25 


o 


1.23 



1 ) The discoloration of the ground 

After curing of the coated composition, the developed color density of each test piece before laser beam irradalion was measured by a Macbeth 
reflectksn densitometer RD-914. The figures shown are the measured values of color density. 

2) Developed color density 

The developed color density of the marking portion of each test piece was measured by a Macbeth reflection densitometer RD-914. 
3} Vividness 

Legibility of the mark was judged visually. O: good vividness; X: poor vivkJness. (Generally, the smaller the discobration of the ground and the 
higher the developed color density, the better Is the vividness.) 

4) Scratch resistance 

After curing, the test piece before laser inradiation was scratched with a nail, and it was visually checked whether a tinted scar was left or not 
on the ground. O: not tinted X: tinted. 

5) VUaler resistance 

Hie marked lest piece was immersed in tap water of room temperature for 72 hours and then the developed eobr density of the mark portmn 
was measured by saM Macbeth refleetton densitometer. 

6) Hot water resistance 

The mariced lest piece was immersed in hot water of 60*C for 30 minutes and then the state of fading of color of the mark portkm was visually 
3S observed. O: No fading of color occurred; X: Color dsappeared perfectly. 

7) Rasticizer resistance 

The marked test piece was sandwiched between the PVC wrapping films and left at 40*C under pressure of 300 gr/em^ fbr 1 6 hours, and then 
the developed color densi^ of the mark portion was measured by said Macbeth reflection densitometer. 

^ [0025] As is seen from the data of vividness shown under 3) in Table 2, good vividness of marks was obtained in the 
Examples, attesting to the suitableness of the compositions of the present invention for laser marking. That is, the 

compositions of the Examples are far superior to those of the Comparative Examples in vividness of the marks fomied, 
which is endorsed by the large ratio of the developed color density of the laser non-applied portion shown under 1) in 
Table 2 to the developed color density of the laser applied portion shown under 2) in Table 2, which ratio is around 2 ; 
^ 1 in the Comparative Examples whereas it is around 10 : 1 in the Examples. Comparing Examples 1, 4 and 10 with 
Comparative Examples 1 -2 in all of which the same color developer was used, it is noted that the solubility in toluene, 
at 25''C, of the leuco dyes used as color former In the Examples is below 2% while that of the leuco dyes used as color 
former in the Comparative Examples is above 10%, wh\ch shows that the above-described effect of the present inven- 
tion depends on the use of the leuco dyes which are low in solubility in toluene. 

[0026] Referring to the data on scratch resistance shown under 4) in Table 2, it is seen that the test results of Examples 
1, 4-6, 10 and 11 are better than those of Examples 2, 3 and 9. From the comparison of Example 1 with 2, Example 3 
with 11 , etc., the above result is obviously attributable to the effect of the color developer. 

[0027] Looking at the test results on hot water resistance shown under 6) in Table 2, it is noted that the test results 
of Examples 5-8, 10 and 11 are better than those of Examples 1-4 and 9. Although no significant difference was seen 
gg in water resistance at normal temperature as shown under 5) in Table 2, the test piece has lost its color in the latter 
Examples when the test piece was immersed in hot water. This phenomenon is accounted for by the fact that the 
solubility in water of the color developers used in the latter Examples increased sharply with rise of temperature, causing 
the developer to dissolve in hot water, while no such phenomenon took place in the former Examples. 
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INDUSTRIAL APPLICABILITY 

[0028] According to the present invention, there are provided a marking composition capable of terming a vivid black 
color on irradiation with laser beams while causing no or only limited discoloration of the ground and a marking com- 
position capable of forming a vivid black cobr with excellent fastness, and a laser making method using such compo- 
sitions. Thus, the industrial applicabitity of the present invention is considered high. 



Claims 

1. A marking composition comprising an ultraviolet ray curing resin, a photo-initiator, a leuco dye with low solubility 

in toluene and a color developer with low solubility in toluene; the leuco dye with low solubility in toluene is one 
whose solubility in toluene at 25'*C is 2 w/v% or below and the color developer with low solubility in toluene at 
es^C is 10,000 ppm or below. 

2. A marking composition according to Claim 1 , wherein the leuco dye is a fluoran compound represented by the 
formula (1): 




wherein R-i and R2 are methyl or ethyl group; X is fluorine or chlorine; and n is an integer of 0 to 2. 

3. A marking composition according to Claim 1 , wherein the leuco dye is 2,2'-bis(4-(6'-(N-cyclohexyl'N-methylamino)- 
3'-methylspiro(phthalide-3,9'-xanthene)-2'-ylamino)phenyl)propane. 

4. A marking composition according to Claim 1, wherein the color developer whose solubility in toluene at 65°C is 
10,000 ppm or betow is a sulfonylphenol type color developer, a methylenebisphenol type color developer or a 
phenol polymer. 

5. A marking composition according to Claim 1 , wherein the color developer whose solubility in toluene at 65'C is 
10,000 ppm or beiow is a 4,4'-sultonyldiphenol type color developer having a substituent(s) or a phenol polymer. 

6. A marking composition according to Claim 5, wherein the substituent of the 4,4'-sulfonyldiphenol type color devel- 
oper is alkyi, halogen atom or allyl. 

7. A marking composition according to Claim 1, wherein the color developer is one having low solubility in toluene, 
with solubility thereof in water at 25''C being 3 ppm or below. 

8. A marking composition according to Claim 7, wherein the color developer having low solubility in toluene, with 
solubility thereof in water at 25°C being 3 ppm or below, is 2,2',6,6'-tetramethyl-4,4'-sulfonyldiphenol, 2,2',6,6'- 
tetrabromo-4,4'-sulfonyldiphenol or a phenol polymer. 

9. A marking composition according to Claim 8, wherein the phenol polymer is a poly-p-vinylphenol. 

10. A marking composition containing at least one of ultraviolet curing resin, leuco dye set forth in Claim 4 and color 
developer set forth in Claim 8. 

11. A marking composition containing at least one of ultraviolet curing resin, leuco dye set forth in Claim 5 and color 
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developer set forth in Claim 8. 

12. A laser marking method characterized in that laser beams are applied to the cured coating layer ol a marking 
composition of Claim 1, 10 or 11 formed on the surface of an article. 

5 

13. A laser marking method according to Claim 12, wherein the article is a bottle, cap. card, label or can. 



Patentanspr&che 

10 

1. Markierungszusammensetzung, die ein Ultraviolettstrahlenhartendes Harz, einen Photoinitiator, einen Leukofarb- 
stoff mrt niedriger Loslichkeit in Toluol und einen Farbentwickler mit niedriger Ldslichkeit in Toluol umfaOt; worin 
der Leukofarbstoff mit niedriger Loslichkeit in Toluol etne Loslichkeit in Toluol bei 25'*C von 2 m/v-% Oder weniger 
und der Farbentwickler mit niedriger Ldslichkeit in Toluol eine Loslichkeit in Toluol bei 65*C von 10000 ppm Oder 

IS weniger besitzt. 

2. Markierungszusammensetzung nach Anspruch 1 , worin der Leukofarbstoff eine Fluoranverbindung. dargestellt 
durch die Formel (1) ist: 

20 



2S 



30 




worin und R2 eine Methyl- oder eine Ethylgruppe sind; X Fluor oder Chlor ist; und n eine ganze Zahl von 0 bis 
35 2 ist. 

3. Markierungszusammensetzung nach Anspruch 2, worin der Leukofarbstoff 2,2'-Bis(4-(6'-(N-cyck)hexyl-N-methyl- 
amino)-3'-methylspiro(phthalid-3,9'-xanthen)'2'-ylamino)phenyl)propan ist. 

40 4. Markierungszusammensetzung nach Anspruch 1 , worin der Farbentwickler, dessen Loslichkeit in Toluol bei es'C 
10000 ppm Oder weniger ist, ein Suttonylphenot-Typ-Farbentwickler, ein Methylenbisphenol-Typ-Farbentwickler 
Oder ein Phenolpolymer ist. 

5. Markierungszusammensetzung nach Anspruch 1 . worin der Farbentwickler, dessen Loslichkeit in Toluol bei 65° C 
4S 1 0000 Oder weniger ist, ein 4, 4'-Sulfonyldiphenol-Typ- Farbentwickler mit Substituent(en) oder ein Phenolpolymer 

ist. 

6. Markierungszusammensetzung nach Anspruch 5, worin der Substituent des 4.4'-Su]fonykliphenol-Typ-Farbent- 
wicklers AlkyI, ein Halogenatom oder Allyl ist. 

so 

7. Markierungszusammensetzung nach Anspruch 1 , worin der Farbentwickler, der eine niedrige Loslichkeit in Toluol 
besitzt, eine Ldslichkeit in Wasser bei 25'*C von 3 ppm oder weniger besitzt. 

8. Markierungszusammensetzung nach Anspruch 7, worin der Farbentwickler mit niedriger Loslichkeit in Toluol und 
ss einer Loslichkeit in Wasser bei 25"C von 3 ppm oder weniger 2,2',6,6'-TetramethyM,4'-sulfonyldiphenol,2,2',6,6'- 

Tetrabrom-4,4'-sulfonyldiphenol oder ein Phenolpolymer ist. 

9. Markierungszusammensetzung nach Anspruch 8, worin das Phenolpolymer Poly-p-vinylphenol ist. 
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10. Markierungszusammensetzung, die mindestens ein ultravrolett-hartendes Harz, den Leukofarbstoff nach An- 
spruch 4 und den Farbentwickler nach Anspruch 8 aufweist. 

11. Markierungszusammensetzung, die mindestens ein ultraviolett-hartendes Harz, einen Leukofarbstoff nach An- 
s spruch 5, und einen Farbentwickler nach Anspruch 8 enthalt. 

12. Lasermarkierungsverlahren, dadurch gekennzeichnet, dad Laserstrahlen auf die gehartete Beschichtungsschicht 
aus der Markierungszusammensetzung nach Anspruch 1 , 10 oder 11 , die auf der Oberflache eines Gegenstands 
gebildet ist, einwirken gelassen werden. 

10 

13. Lasermarkierungsverfahren nach Anspruch 12, worin es sk;h bei dem Gegenstand um eine Flasche, eine Kappe, 
eine Karte, ein Etikett oder eine Buchse handelt. 



IS Revendications 

1. Composition pour marquage, comprenant une r^stne durcissable aux rayons ultraviolets, un photo-initiateur, un 
leuco-cok)ran1 d faible solubility dans le toluene, et un rdvdiateur de couleur d faible solubility dans le toluene ; le 

leuco-colorant h faible solubility dans le tolufene 6tant un compos6 dont la solubility dans le tolufene d 25 "C est 
20 tie 2 % pN ou moins. et le ryv6lateur de couleur a une faible solubility dans le tolufene k 65 *C, de 1 0 000 ppm ou 

moins. 

2. Composition pour marquage selon la revendication 1 , dans taquelle le leucoKiolorant est un composy de type 
fluoranne reprysenty par la formule (1) : 

25 



30 



35 



40 




dans laquelle Ri el representent un groupe mythyle ou ythyle ; X reprysente un atome de fluor ou de chlore ; 
et n est un entier de 0 ^ 2. 

Composition pour marquage selon la revendication 1. dans laquelle le leuco-colorant est le 2,2'-bis(4-(6'-(N-cy- 
clohexyl-N-mythylamino)-3'-mythylspiro(phtalide-3,9'-xanthene)-2'-ylamino)phynyl)propane. 

4. Composition pour marquage selon la revendication 1 , dans laquelle le ryvyiateur de couleur dont la solubility dans 
45 le tolufene ^ 65 "C est de 1 0 000 ppm ou moins, est un r6v6lateur de couleur de type sulfonylphynol, un ryvyiateur 

de couleur de type m6thyiynebisph6nol ou un polymdre ph6nolique. 

5. Composition pour marquage selon la revendication 1 , dans laquelle le ryvyiateur de couleur dont la solubility dans 
le toluyne d 65 "C, est de 10 000 ppm ou moins, est un ryvyiateur de couleur de type 4,4'-sulfonyMiphynol com- 

so portant un ou plusieurs substituants, ou un polymdre phynolique. 

6. Composition pour marquage selon la revendication 5, dans laquelle le substituant du ryvyiateur de couleur de 
type 4.4'-sulfonyldiphynol, est un groupe alkyle, un atome d'halogyne ou un groupe allyle. 

ss 7. Composition pour marquage selon la revendication 1 , dans laquelle le ryvyiateur de couleur est un compose ayant 
une faible solubility dans le toluene, sa solubility dans I'eau h 25 "C ytant de 3 ppm ou moins. 

8. Composition pour marquage sebn la revendication 7, dans laquelle le ryvyiateur de couleur a faible solubility dans 
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le toluene, el dont la solubility dans I'eau a 25 "C est de 3 ppm ou moins, est le 2.2'.6,6'-t6tram§thyl-4,4'-sulfonyl- 
diphdnol, le 2,2',6,6'-tetrabromo-4,4'-8ulfonyidjphenoJ ou un polymdre ph6nolique. 

9. Composition pour marquage selon la revendicatbn 8, dans laquelle le polymdre phdnolique est un poly-p-vinyl- 
5 phenol. 

10. Composition pour marquage contenant au moins une resine durcissable aux ultraviolets, un leuco-colorant defini 
dans la revendication 4. et un rev6lateur de couleur d6fini dans la revendication 8. 

10 11. Composition pour marquage contenant au moins une r6sine durcissable aux ultraviolets, un leuco-colorant defini 
dans la revendication 5, et un r6v6lateur de couleur defini dans la revendication 8. 

12. Proc6d6 de marquage par laser, caract^ris^ en ce que Ton applique des faisceaux laser sur la couche de rev6te- 
ment durcie d'une composition pour marquage de la revendication 1. 10 ou 11 , formde sur la surface d'un article. 

IS 

13. PTOc6d§ de marquage par laser selon la revendication 12, dans lequel I'article est une bouteille, un couvercle, une 
carte, une etiquette ou une bolte. 
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